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(54) Method for identifying and protecting an activated plastic surface 



(57) A method for identifying and protecting activat- 
ed surface portions of a plastic substrate is provided. 
The method includes the steps of providing a plastic 
substrate having one or more activated surface portions 
and applying a solution containing a water-soluble, or- 
ganic film-forming substance onto the substrate. The 



solution coats only the activated portions of the sub- 
strate surface. The method further includes the steps of 
drying the solution to form a temporary protective film 
on the activated portions of the surface, thereby render- 
ing the activated portions less susceptible to abrasion 
or disruption during handling. 
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Description 

The present invention relates to a method for selectively coating activated surface portions of a plastic substrate 
with a temporary protective film. 
5 As used herein, an activated plastic surface is a surface of a plastic substrate that has been modified to include 

chemical functional groups which improve the adhesion properties of the plastic substrate. An activated plastic surface 
has a higher free energy than a corresponding untreated or unactivated plastic surface. 

The benefits of activating the surfaces of plastic substrates are well known, and various surface activation methods, 
such as plasma treatment, ozone treatment, flame treatment, fluorination treatment, sulfonation treatment, and elec- 
10 trical discharge treatment (e.g., corona treatment) are taught in the prior art. These activation methods generally alter 
the surface chemistry of the plastic substrate such that it contains polar functional groups. The polar functional groups 
render the substrate more receptive to paints, adhesives, foams and the like. 

A problem with many activated surfaces, however, is that they can be easily abraded or disrupted by normal 
handling and shipping. Treated plastic parts exhibit poor adhesion properties in areas where the activated surface is 
15 disrupted. Therefore, to preserve the activated surface prior to painting or other post-activation processing, some man- 
ufacturers have designed carrying systems for the treated parts in which manual handling of the parts is avoided. These 
systems add to the cost and complexity of the overall manufacturing process. In addition, they do not enable the parts 
to be shipped to other facilities for subsequent processing; any painting or other post-activation processing must be 
carried put in the same manufacturing facility as the activation step. Given these drawbacks of the prior art, it would 
20 be desirable to provide a simple, low-cost method for temporarily protecting the activated surface portions of plastic 
substrates from damage during shipping and handling. 

Methods for temporarily protecting unactivated plastic substrates from soiling are known. One such method, dis- 
closed in U.S. Patent No. 5,418,006, includes applying a temporary coating to an unactivated surface of a plastic 
substrate prior to exposing the substrate to contaminants. Following exposure of the substrate to contaminants, the 
25 temporary coating is removed, leaving a clean substrate surface. In order for the temporary coating to wet out on the 
unactivated surface of the plastic substrate, it must contain a significant amount of a wetting or dispersing agent. Such 
a coating would not generally be useful for temporarily protecting an activated substrate surface since wetting/dispers- 
ing agents tend to be difficult to remove from activated surfaces. Residues left on an activated surface can interfere 
with subsequent processing of the substrate. Moreover, coatings containing significant amounts of wetting/dispersing 
30 agents are undesirable for use with the present invention since it is an object of the invention to provide a method for 
readily distinguishing between activated and unactivated portions of substrate surfaces. A coating containing a signif- 
icant amount of a wetting/dispersing agent would wet out on unactivated portions as well as activated portions of a 
substrate surface. 

The present invention provides a method for identifying and protecting activated surface portions of a plastic sub- 
35 strate with a temporary protective film. The method includes the steps of providing a plastic substrate having one or 
more activated surface portions and applying a solution containing a water-soluble, organic film-forming substance 
onto the substrate. The solution readily coats only the activated portions of the substrate surface. The method further 
includes the steps of drying the solution to form a temporary protective film on the activated portions of the surface, 
thereby rendering the activated portions less susceptible to abrasion or disruption during handling. A method embod- 
40 yjng the present invention also includes the steps of removing the temporary protective film, and painting the re-exposed 
activated portions of the substrate surface. 

The present invention also provides an article comprising a plastic substrate having an activated surface with polar 
functional groups. A temporary protective film is provided on the activated surface. The film contains a water-soluble, 
organic film-forming substance. 
45 The present invention enables a plastic substrate to be handled prior to subsequent processing without disrupting 

an activated surface layer provided thereon. Another advantage of the present invention is that the same film used to 
protect the activated substrate surface can also be used to identify whether the substrate surface has been properly 
activated. 

As indicated above, the present invention teaches a method for protecting activated surface portions of a plastic 
50 substrate. The surface of the substrate may be activated by any known surface activation method. One preferred 
surface activation method is plasma treatment. Various plasma treatment methods are described in detail in Nicholas 
C. Morosoff, Introduction , in Plasma Deposition, Treatment and Etching of Polymers 1-93, Ricardo d'Agostino ed., 
1990, and U.S. Patent No. 5,415,819, entitled "Low Pressure Plasma Treatment Method", which are incorporated 
herein by reference. In general, plasma treatment consists of exposing the plastic substrate to a partially ionised gas 
55 or plasma. The plasma is produced by the interaction of a suitable ionisable gas with an electric field. The plasma is 
composed of ions, radicals, neutral species, and highly energetic electrons. The active species react with the polymer 
to create polar functional groups on its surface. The types of polar functional groups formed on the substrate surface 
is dependent on the ionisable gas selected. For example, if an oxygen-containing gas is used, oxygen-containing 
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functional groups, such as hydroxyl and carbonyl groups will be formed, whereas if a nitrogen-containing gas is used, 
nitrogen-containing functional groups, such as amine groups, will be formed. Following the activation treatment, the 
substrate surface will preferably contain at least about 10% more polar functional groups than before the treatment. 
The polar or activated surface thus produced has a high affinity for coating materials such as paints, adhesives : and 

5 foams. However, as noted above, the activated surface is easily disrupted by manual handling normally associated 
with transporting parts from one treatment station to another. If the activated surface is disrupted, coating materials 
such as those listed above will not adhere to the substrate. A similar problem occurs if portions of the substrate surface 
are not adequately treated during the surface activation process. 

For these reasons, it is desirable to coat the activated surface with a temporary protective film following the surface 

10 activation process. According to the present invention, this film does not contain a significant amount of any surfactant 
or other wetting/dispersing agent so that it only coats those portions of the substrate surface that are activated. A 
simple visual inspection can thus reveal whether the surface activation process was successful in treating the proper 
areas of the substrate. If desired, a small amount of fluorescent dye may be added to the film to facilitate inspection. 
Plastic substrates commonly subjected to plasma treatment and other surface modification methods to improve 

is their adhesion properties include, but are not limited to, polyethylene, polypropylene, polystyrene, nylon, polycarbonate, 
rubber, fluorinated and chlorinated polymers, and thermoplastic olefins (TPO's). 

To form a temporary protective film according to the present invention, a solution containing a water-soluble, organic 
film-forming substance is first applied to the activated surface of a plastic substrate. The solution is preferably an 
aqueous solution containing from about 3% to about 20% by weight of the film-forming substance. When using less 

20 concentrated solutions, more than one application of the solution may be required to achieve the desired film thickness. 
The application step preferably comprises spraying the solution onto the substrate, though the application step could 
alternatively comprise dipping the substrate into the solution. Brushing and wiping are less desirable methods of ap- 
plying the solution, since the activated surface could be abraded in the process. The solution preferably has a sufficiently 
low viscosity to allow it to be sprayed by conventional techniques. 

2S The film-forming substance may be any natural or synthetic organic material that contains polar functional groups, 

and is capable of forming a continuous, flexible (nonbrittle) solid film on activated portions of the substrate surface. 
Preferred synthetic film-forming substances include water-soluble polymers such as polyvinyl alcohol, polyvinylpyrro- 
lidone, polyethylene glycol, and derivatives thereof, including copolymers. A particularly preferred film-forming synthetic 
polymer is a 70/30 copolymer of vinylpyrrolidone and vinyl acetate commercially available from International Specialty 

30 Products of Bound Brook, NJ, as PVP/VA W-735 (see Example t , solutionA). Other preferred film-forming substances 
include saccharides. Suitable saccharides can range from relatively low molecular weight mono-, di-, and oligo-sac- 
charides, such as glucose, dextrin, and rhaltodextrin : to relatively high molecular weight polysaccharides, such as 
starch and cellulose. Preferred film-forming saccharides are described in greater detail in Example 1 below. 

As previously indicated, the solution must not contain components such as wetting or dispersing agents in amounts 

35 sufficient to cause the solution to significantly wet out on unactivated portions of the substrate surface if the film is to 
be used to identify whether the substrate surface is properly activated. In addition, the solution should not contain any 
components which might leave a residue on the activated surface and interfere with subsequent processing of the 
substrate. Any components that would make removal of the film more difficult (e.g., water-repellents) should also be 
avoided. 

40 After the solution containing the film-forming substance is applied to the substrate surface, the solution is allowed 

to dry, forming a solid protective film on the activated portions of the substrate surface. In a preferred embodiment of 
the invention, the substrate is placed in a dryer to speed the evaporation of the solvent from the solution. The dry 
protective film protects the underlying activated surface portions from being abraded or disrupted during handling and 
shipping. For automotive applications, film thickness' ranging from about 0.1-1.0 mil are desirable, and film thickness' 

45 of from about 0.1 mil to about 0.2 mil are preferred. 

The protective film formed on the activated surface contains polar functional groups which interact with the polar 
functional groups of the activated surface. These interactions, in the form of dipole-dipole interactions and hydrogen 
bonding, are believed by the inventors to prevent the polar functional groups of the activated surface from internalising 
via rotation as described in U.S. Patent No. 5,415,819. Thus, it is believed that by forming the protective film on the 

so activated substrate surface soon after the activation step, the activated portions of the substrate surface may be main- 
tained in a high surface energy state for an extended period of time. Neither the accuracy of this theory nor its under- 
standing is : however, necessary for the practice of this invention. 

Removal of the temporary protective film re -exposes the activated surface portions of the substrate. Since the film- 
forming substance is water-soluble, the. film may be removed from the plastic part by, for example, immersing the part 

55 jn water or subjecting the coated surface of the part to a stream of water. This water may contain suitable acids, bases, 
detergents and other additives that aid in the removal of the film. In automotive applications where the part is to be 
painted after removal of the film, the film may be conveniently removed in the same water wash process used to clean 
the part for painting. One such typical water wash process for automotive fascias includes two washing stages and 
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four rinsing stages. In the first washing stage, the parts are sprayed with tap water having a pressure of about 20-22 
psi, a temperature of about 95-1 00 F, and a flow rate of approximately 470 gallons per minute. The dwell time for each 
part is approximately 22 seconds. In the second wash stage, the parts are sprayed with an aqueous cleaning solution, 
such as Plastaprep 1 commercially available from Oakite Canada Ltd. of Bramalea : Ontario, Canada. The cleaning 
s solution is sprayed at a pressure of about 20-22 psi, a temperature of about 135-145 F, and a flow rate of about 1420 
gallons per minute. The dwell time for each part is approximately 55 seconds. In the four rinsing stages, deionised 
water, tap water and aqueous acid solutions are used to rinse off the cleaning solution applied in the second wash 
stage. The protective film of the present invention is preferably completely removed in the first two stages of the water 
wash process, and is more preferably completely removed in the first washing stage. 
10 After removal of the temporary protective film, coating materials such as paints, adhesives and foams may be 

applied to the activated substrate surface in conventional fashion. 

The invention will be further understood by referring to the following examples. It should be understood that the 
subject examples are presented by way of illustration and not by way of limitation. Unless otherwise indicated, the 
plastic substrate referenced in the examples is a rubber-modified, polypropyiene-based TPO available from D&S Plas- 
ms tics of Auburn Hills, Michigan, as D161 B TPO. References to Solutions A-D in the examples refer to preferred embod- 
iments of the film-forming solutions of the present invention, which are characterised as follows: 

Solution A 

20 The film-forming substance in Solution A is PVP/VA W-735, a 70/30 copolymer of polyvinylpyrrolidone and vinyl 

acetate supplied by International Specialty Products as an aqueous solution having a solids content of 48-52% by 
weight and a density of about 69.6 lbs/ft 3 . The product literature indicates that gluteraldehyde is added as a stabiliser 
in an amount of 0.15% by weight. Solution A is prepared by mixing approximately 5 gallons of the PVPA/A W-375 
solution in 50 gallons of water to form a 1 0 wt% solution. The viscosity of Solution A is approximately 1 7.6 cps at 72 F. 

25 

Solution B 

The film-forming substance in Solution B is Dextrin 8011, a commercial food grade com dextrin available from 
Casco in Etobicoke, Ontario, Canada, or CornProducts in Summit-Argo, Illinois. Dextrin 8011 has a bulk density of 37 
30 lbs/ft 3 . In a typical preparation of Solution B, 22 lbs of Dextrin 8011 is added to 50 gallons of water and mixed until 
sufficiently dissolved (approximately 10 minutes) to form a 5.0 wt% solution. Preferably, the water should be warm 
(105 F) to allow the Dextrin 801 1 to more readily dissolve. The viscosity of Solution B is approximately 9.67 cps at 68 F. 

Solution C 

35 

The film-forming substance in Solution C is Maltodextrin 1910, a commercial food grade enzyme-converted mal- 
todextrin available from Casco in Etobicoke, Ontario, Canada, or CornProducts in Summit-Argo, Illinois. Maltodextrin 
1 91 0 has a bulk density of 28-38 lbs/ft 3 . A typical carbohydrate profile of Maltodextrin 1910 includes 8% tetrasaccha- 
rides and lower, 92% higher saccharides, and a Dextrose Equivalent of 8.0-12.0. In a typical preparation of Solution 
40 c, 55 lbs of Maltodextrin 1 910 is added to 50 gallons of water and mixed until sufficiently dissolved (approximately 10 
minutes) to form a 1 5.5 wt% solution. The viscosity of Solution C is approximately 1 6.2 cps at 68 F. 

Solution D 

45 The film-forming substance in Solution D is "LO-DEX 10", a commercial food grade enzyme-converted maltodextrin 

available from American Maize-Products Company of Hammond, Indiana. "LO-DEX 10" has a bulk density of 31 lbs/ 
ft 3 . A typical carbohydrate profile of "LO-DEX 10" includes 6% trisaccharides and lower, 94% tetrasaccharides and 
higher, and a Dextrose Equivalent of 1 1 .0. In a typical preparation of Solution D, 57 lbs of "LO-DEX 1 0" is added to 50 
gallons of water and mixed until sufficiently dissolved (approximately 10 minutes) to form a 12.0 wt% solution. The 

50 viscosity of Solution D is approximately 15.6 cps at 72 F. 

Example 1 

* Part A of this example illustrates the use of the present invention for protecting activated substrate surfaces from 
55 damage during handling. 

A. Automotive fascias made of TPO were plasma treated using zero grade air according to known techniques to 
provide uniform activated surfaces thereon. Solution B, prepared in the manner described above, was sprayed onto 
the plasma-activated surfaces of the fascias with nozzles positioned between 2 and 5 inches from the fascia surfaces. 
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The nozzle pressure was approximately 35-40 psi. The solutions were dried in a dehumidiiier/dryer unit for 6 minutes 
at temperatures ranging from 95-1 20 F and a relative humidity ranging from 20-30%. Solid, continuous protective films 
having thickness' between about 0.1 and 0.2 mil were thus formed on the fascia surfaces.' The fascias were then 
handled by operators who manually removed the fascias from the dehumidifier/ dryer unit and placed them on racks 

s for painting. The fascias were later subjected to the water wash process described above to remove the protective 
films. After drying the re-exposed surfaces, the fascias were painted using a two component acrylic/polyester urethane 
cross-linked basecoat/clearcoat paint system. The paint system was cured by baking at 250 F for approximately one 
hour. The painted fascias were tested for paint adhesion no sooner than 72 hours after baking in order to permit 
complete cross-linking of the paint. The adhesion testing comprised a Crosshatch and tape pull test commonly used . 

10 in the automotive industry. All areas of the fascias that had been coated with the temporary protective film exhibited 
excellent paint adhesion. 

B. A comparative experiment, not according to the present invention, was conducted in which painted TPO fascias 
were generally manufactured as described above except that the plasma-activated surfaces of the fascias were not 
provided with temporary protective films. After the plasma treatment step, operators manually removed the fascias 
is from the plasma treatment chamber and placed them on racks for painting. The water wash system described above 
was used to prepare the fascias for. painting. After drying the surfaces ot the fascias, the fascias were painted, cured 
and tested in the same manner described in part A.abdve. Alt of the' fascias exhibited paint delamination in the areas 
in which they were handled, but not in other areas. 

20 Example 2 

The experiment of Example 1 , Part A is repeated using Solutions A, C and D as the film-forming solutions. Similar 
excellent adhesion results are expected. 

25 Example 3 

Three TPO sample plaques were provided for x-ray photoelectron spectroscopy (XPS) analysis. Sample 1 was 
left untreated, while Samples 2 and 3 were each treated with an air plasma in a small vacuum chamber for 10 seconds. 
The air was introduced into the chamber at a flow rate of 250 SCCM, and a radio frequency (13.56 MHz) generator 
30 was operated at 60 W to ignite the plasma. Following the plasma treatment, film -forming Solution B was sprayed onto 
the plasma-activated surface of Sample 3 and allowed to dry, forming-a temporary protective film thereon. 

XPS spectra of Samples 1 -3 were obtained on a Surface Science Laboratories SSX-100 photoelectron spectrom- 
eter with a monochromatised Al K a photon source. An electron take-off angle of 37° relative to each surface was used. 
High resolution scans for carbon (C 1s ) were obtained using a 300 ujti x-ray spot size and a pass energy of 100 eV. 
35 Sample charging was controlled using a flood gun/screen technique. Specimens from Samples 1-3 were cut from the 
middle of the plaques and care was taken not to touch any of the plasma treated surfaces. 

Samples 1-3, prepared in the manner described above, were analysed and these high resolution carbon scan 
results are provided in the following table as "unwashed" data. As the data indicate, the surface of untreated Sample 
1 contained no polar functional groups, while the surfaces of Samples 2 and 3 each contained hydroxyl and carbonyl 
40 groups. The presence of the dextrin-containing protective film on Sample 3 was evident from the high percentage of 
hydroxyl functional groups found on Sample 3 (45.3%) vs. on Sample 2 (8.8%). 

Samples 2 and 3 were analysed again after being washed with tepid tap water for approximately 5 minutes and 
■ allowed to air dry. The scan results are provided in the table as "washed" data and show that the washing removed 
the protective film from Sample 3, re-exposing the plasma-activated substrate surface. As indicated below, the 
45 "washed" surface of Sample 3 included 23.3% oxygen-containing functional groups, while the "washed" surface of 
Sample 2 was found to include only 18.9% oxygen -containing functional groups. 

Finally, Samples 2 and 3 were re-analysed 7 days after the surfaces were washed to determine whether any 
changes in the surface composition had occurred. These results are listed in the table as "7 day age" data. The results 
show that Sample 3, which was prepared according to the present invention, retained a significantly larger percentage 
50 of its polar surface groups over time than did Sample 2, which was prepared as a comparative example. 







Compositional Data from XPS Analysis 


Sample # 


Description 


C-H, C-C 


C-OH 


c=o 


1 Comparative Example 


- unwashed 


100.0 






2 Comparative Example 


- unwashed 


81.7 


8.8 


9.4 




- washed 


81.1 


16.5 


2.4 
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(continued) 







Compositional Data from XPS Analysis 


Sample # 


Description 


C-H, C-C 


C-OH 


c=o 




- 7 day age 


90.9 


5.7 


3.5 


3 


- unwashed 


39.2 


45.3 


12.1 




- washed 


76.7 


14.5 


8.8 




- 7 day age 


77.0 


14.9 


8.1 



Claims 

1. A method for identifying and protecting activated surface portions of a plastic substrate, comprising the steps of: 

providing a plastic substrate having one or more activated surface portions; 

applying a solution containing a water-soluble, organic film-forming substance onto said substrate, said solu- 
tion coating only the activated portions of said substrate surface; and 

drying said solution to form a temporary protective film on the activated portions of said surface. 

2. A method as claimed in claim 1 , wherein said providing step further comprises the step of exposing said substrate 
to a plasma to activate said surface portions. 

3. A method as claimed in claim 1 , wherein said providing step further comprises the step of exposing said substrate 
to an electrical discharge treatment to activate said surface portions. 

4. A method as claimed in any one of claims 1 to 3, wherein said solution is an aqueous solution. 

5. A method as claimed in any one of the preceding claims, wherein said solution is sprayed onto said substrate. 

6. A method as claimed in any one of the preceding claims, wherein said film-forming substance is a synthetic polymer 
or a saccharide. 

7. A method as claimed in claim 6, wherein said synthetic polymer is a copolymer of vinylpyrrolidone and vinyl acetate. 

8. A method as claimed in any one of the preceding claims, further comprising the step of removing said temporary 
protective film from said activated surface portions by subjecting said film to water. 

9. A method as claimed in claim 8, further comprising the step of painting said activated surface portions following 
said step of removing said temporary protective film. 

10. An article of manufacture, comprising: a plastic substrate having an activated surface, said activated surface con- 
taining polar functional groups; and 

a temporary protective film coating said activated surface, said film comprising a water-soluble, organic film- 
forming substance having polar functional groups. 



0769331 A1 I > 



6 



EP 0 769 331 A1 



Ku rope an Patent 
Office 



EUROPEAN SEARCH REPORT 



Application Number 

EP 96 30 7258 



DOCUMENTS CONSIDERED TO BE RELEVANT 



Category 



I 

3 
| 
S 

OS 

O 



Citation of document with indication, where appropriate, 
of relevant passages* 



WO 96 33027 A (CAL WEST EQUIP CO) 24 1-6,8-16 
October 1996 

* the whole document * 

EP 0 388 547 A (NIPPON PAINT CO LTD) 26 1-6,8,10 
September 1990 

* the whole document ■*'..: 

EP 0 431 239 A (MARSEK PATRICK W) 12 June 1-6,8,16 
1991 

* the whole document * 

EP 0 405 341 A (HENKEL CORP) 2 January 1-10 
1991 

* the whole document * 



Relevant 
to claim 



CLASSIFICATION OF THE 
APPLICATION (lnt-O.6) 



B05D1/32 
B05D3/14 



TECHNICAL FTE1JJS 
SEARCHED (lnt.U.6) 



The present search report has been drawn up for all claims 



THE HAGUE 



11 February 1997 



B05D 



Brothier, J-A 



CATEGORY Or' CITED DOCUMENTS 

X : pardeniariy relevant if taken alooe 

Y : particularly relevant if combined with another 

document of the same category 
A : technological background 
O : non-written disclosure 
P : intermediate document 



T : theory or principle underlying the invention 
K : earlier patent document, bar published on, or 

after tbe filing date 
D : document cited in tbe application 
L : document cited for other reasons 



*T: member of the same patent family, corresponding 
document 



<EP P769331A1J_> 



THIS PAGE BUNK*"™ 



This Page is Inserted by IFW Indexing and Scanning 
Operations and is not part of the Official Record 



Defective images within this document are accurate representations of the original 
documents submitted by the applicant. 

Defects in the images include but are not limited to the items checked: 

□ black borders 

□ image cut off at top, bottom or sides 
I^Kfaded text or drawing 
c^blurred or illegible text or drawing 

□ skewed/slanted images 

□ color or black and white photographs 

□ GRtfY SCALE DOCUMENTS 



U REFERENCE(S) OR EXHIBIT(S) SUBMITTED ARE POOR QUALITY 
□ OTHER: 



IMAGES ARE BEST AVAILABLE COPY. 
As rescanning these documents will not correct the image 
problems checked, please do not report these problems to 
the IFW Image Problem Mailbox. 



BEST AVAILABLE IMAGES 




LINES OR MARKS ON ORIGINAL DOCUMENT 



THIS PAGE BLttiK 0»™ 



